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1. gg This is a FIRST submission of items concerning a filing under 35 U.S.C. §371. 

2. U This is a SECOND or SUBSEQUENT submission of items concerning a filing 

under 35 U.S.C. §371. 

3. M This is an express request to begin national examination procedures (35 U.S.C. 

§371 [f]) at any time rather than delay. 

4. ^ A proper Demand for International Preliminary Examination (IPE) was made to 

the appropriate Authority GPEA) within the time period required. 



5. M A copy of the International Application as filed (35 U.S.C. §371[c}[23) - 

a. [3 « transmitted herewith (required when not transmitted by International 

Bureau), See WIPO Publication 

b. U has been transmitted by the Intemauonal Bureau. wo 00/21660 . 

c. □ is not required, as the application was filed in the United States Receiving 

Office (RO/US). 

6. [» A (verified) translation of the International Application into the English language 

is enclosed. 

7. U Amendments to the (specification and) claims of the International Application 

under PCT Article 19 (35 U.S.C. 371[cl[3]) 

a. □ are transmitted herewith (required if not transmitted by the International 
Bureau). 

b. U have been transmitted by the International Bureau. 

c. U have not been made; however, the time limit for making such amendments 

has NOT expired. 

d. □ have not been made and will not be made. 

e. □ will be submitted with the appropriate surcharge. 

8. U A translation of the amendments to the claims (and/or the specification) under 

PCT Article 19 (35 U.S.C. §371[cl[3]) is enclosed or will be submitted with the 
appropriate surcharge. 
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9. [X] An oath or declaration/power of attorney of the inventor(s) (35 U.S.C. 
§371[c][4]) will follow . 

[ ] and is attached to the translation of (or a copy of) the International 

Application. 
[ ] and is attached to the substitute specification. 



10. U A translation of at least the Annexes to the IPE Report under PCT Article 36 (35 
U.S.C. §371[c][5]) is enclosed. 

Items 11. to 16. below concern other docunient(s) or infonnation included: 

11. 14 An Information Disclosure Statement under 37 CFR 1.97 and 1.98 is enclosed. 

12. H An Assignment for recording and a separate cover sheet in compliance 

with 37 CFR 3.28 and 3.31 will follow . 

13. DQ A FIRST preliminary amendment is enclosed. 

A SECOND or SUBSEQUENT preliminary amendment is enclosed. 

14. [ ] A substitute specification (including claims, abstract, drawing) is enclosed. 

15. [ ] A change of power of attorney and/or address letter is enclosed, 

16. K Other items of information: 

(S This application is. being filed pursuant to 37 CFR 1.494(c) or 
1.495(c), and any missing parts will be filed before expiration of~ 

□ 22 months from the priority date under 37 CFR 
1.494(c), or 

[XI 32 months from the priority date under 37 CFR 
1.495(c). 

03 The undersigned attorney is authorized by the International applicant and 
by the inventors to enter the National Phase pursuant to 37 CFR 1.494(c) 
or 1.495(c). 

The following additional information relates to the International Application: 
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Iniemaiional Application No. PCT/EP99/07782 S-98/24 



no Receiving Office: EPO 

Dd IPEA (if filing under 37 CFR 1 .495): EP2 

n Priority Claim(s) (35 USC §$ 1 19, 365): 

Belgiimi Appln, 98 00732 filed -October 12 , 1998- . 
Q A copy of the International Search Rcpon is 

□ enclosed. 

(sj attached to the copy of the International 
Application. 

m A copy of the Receiving Office Request Form is enclosed. [ in French ] 
[X] Form PCT/IPEA/409 - (6) pages [In French] 



[X] Form PTO/SB/05 (1) sheet 

The fee calculation is set forth on the next page of this Transmittal Letter. 
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FEE CALCULATION SHEET 

^ A check in payment of the filing fee, calculated as follows, is attached (37 CFR 
1.492). 

Basic Fee $ 860.00 

Total Number of claims in 

excess of (20) times $ia -0- 

Number of independent claims 

in excess of (3) times $80 -0- 

Fee for multiple dependent 

claims $270 -0- 

TOTAL FILING FEE... $ 860.00 
Kindly send us the official filing receipt. 

The Commissioner is hereby authorized to charge aoy additional fees which may 
be required or to credit any overpayment to Deposit Account No. 03-2775. This is a 
"general authorization" under 37 CFR 1.25(b), except tiiat no automatic debit of the issue 
upon allowance is authorized. An additional copy of this page is attached. 



Respectfully submitted, 




Ashley I.^Pezzneis 

Reg. No. 35 r 646 

CONNOLLY BOVE LODGE & HUTZ LLP 

1220 Market Street 

P.O. Box 2207 

Wilmington, Delaware 19899 
AlP/cam (5129*47) Tel. (302) 658-9141 

Enclosures 

F:\docs\fori\40975 = F:\docs\patn\56657.doc 



5 



09/807285 

JC02 Rec'd PCT/PTO 1 t APR 2001 



S-98/24 (5129*47) 
IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 

APPLICANT: VINCENT WILMET ETAL. 
SERIAL NO. TO BE ASSIGNED 
INTERNATIONAL APPL. NO. PCT/EP99/07782 
INTERNATIONAL FILING DATE: 10/1 1/99 
FILED: HEREWITH 

FOR: HYDROFLUORINATION CATALYST 
AND PROCESS 

Asst. Commissioner for Patents 
Washington, D.C. 20231 
"EXPRESS Mail" NO. EE617838364 Date: April 11. 2001 

I HEREBY CERTIFY THAT THIS PAPER OR FEE IS BEING DEPOSITED WITH THE UNITED STATES POSTAL SERVICE EXPRESS MAIL POST 
OFFICE TO ADDRESSEE" SERVICE UNDER 37 CFR 1 . 10 ON THE DATE INDICATED AND IS ADDRESSED TO THE 
ASSISTANT COMMISSIONER FOR PATENTS, WASHINGTON, D.C. 2023 1 

C arrie A. Mcpherson (Omam 

(TYPED OR PRINTED NAME OF tSlGNATURE OF PERSON MAI^ 

person MAILING PAPER OR FEE) PAPER OR FEE) 

PRELIMINARY AMENDMENT 

Sir: 

Prior to fee calculation and examination please amend the above-identified application as 
follows. 

In the Claims 

Please cancel claims 1-10. 
Please add the following new claims 1 1-20. 
-11. A hydrofluorination catalyst based on chromium oxide which is depleted in ammonium salt 
and which exhibits a content of ammonium salts of less than or equal to 0.2% by weight, 



) ART LINIT: TO BE ASSIGNED 
)EXAMINER: TO BE ASSIGNED 
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expressed in the form of NH/, with respect to the content of chromium in the catalyst, 
expressed in the form of ^203. 

12. The catalyst according to claim 1 1 , in which the content of ammonium salts is less than or 
equal to 0.1% by weight of ammonium salts. 

13. The catalyst according to claim 1 1 , additionally comprising other metals or salts of other 
metals and their mixtures as cocatalyst. 

14. The process for the hydro fluorination of a halogenated hydrocarbon which comprises 
reacting a halogenated hydrocarbon with hydrogen fluoride in the presence of the catalyst 
according to claim 11. 

15. The process according to claim 14, wherein the halogenated hydrocarbon is an aliphatic 
alkane corresponding to the general formula C^H^XyF^ (I), wherein 

w is an integer between 1 and 6, 

X is an integer between 0 and (2w + 1), 

y is an integer between 1 and (2w + 1), 

z is an integer between 0 and (2w + 1), 

the sum (x + y + z) has the value (2w + 2) and 

X represents chlorine or bromine. 

16. The process according to claim 14, wherein the halogenated hydrocarbon is an aliphatic 
alkene corresponding to the general formula QH^XyF^ (I), wherein 

w is an integer between 1 and 6, 

X is an integer between 0 and (2w - 1), 
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y is an integer between 1 and (2w - 1), 
z is an integer between 0 and (2w - 1), 
the sum (x + y + z) has the value 2w and 

X represents chlorine or bromine. 

17. The process according to claim 14, wherein the reaction of the halogenated hydrocarbon 
with the hydrogen fluoride takes place in a gas phase. 

18. A process for the synthesis of pentafluoroethane which comprises reacting hydrogen fluoride 
and a compound selected from the group consisting of perchloroethylene, 
fluorotetrachlorethane, difluorotrichloroethane, trifluorodichloroethane and 
chlorotetrafluoroethane. 

19. The process according to claim 14, wherein difluoromethane is produced by reacting 
hydrogen fluoride and dichloromethane. 

20 . The process according to claim 1 4, wherein 1,1,1 ,2-tetrafluoroethane is produced by reacting 
hydrogen fluoride and a compound chosen from trichloroethylene or 2-chloro- 1,1,1 - 
trifluoroethane. 

21. The process according to claim 14, wherein pentafluoroethane is produced by reacting 
hydrogen fluoride and a compound selected from the group consisting of perchloroethylene, 
fluorotetrachlorethane, difluorotrichloroethane, trifluorodichloroethane and 
chlorotetrafluoroethane.-- 
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REMARKS 

The applicants respectfully request that the preliminary amendment be entered prior to fee 
calculation and examination. Newly added claims 11-21 correspond to claims 1-10 as amended in 
the PCT application. No additional fee is required for the extra claims. If there are any additional 
fees due in connection with the filing of this response, including any fees required for an additional 
extension of time under 37 CFR 1.136, such an extension is requested and the Commissioner is 
authorized to charge or credit any overpayment to Deposit Account No. 03-2775. 
A prompt and favorable action is solicited. 

Respectfully submitted, 

CONNOLLY BOVE LODGE & HUTZ LLP 




Reg. No. 35,646 
Tel. (302) 888-6270 

AlP/cam 

: :ODMA\MHODMA\CB; 1 38946; 1 
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Hydrof luorination catalyst and process 

The present invention relates to a hydro- 
fluorination catalyst based on chromiuin oxide used in 
5 particular to convert halogenated hydrocarbons under 
the action of hydrogen fluoride. 

A great many catalysts have been described for 
the hydrof luorination reaction of halogenated aliphatic 
hydrocarbons under the action of hydrogen fluoride. 
10 Mention has generally been made of oxides or halides of 
chromium, aluminium, titanium, nickel, tin, antimony or 
other metals, used as such or deposited on a support, 
such as active charcoal, graphite or alumina. 

The widely used chromium catalysts include 
15 mainly chromium fluorides, chromium oxyfluorides and 
chromium oxides, mainly chromium sesquioxide (Cr203) . 

Canadian Patent CA 861 572 discloses the 
synthesis and use of anhydrous chromium oxide as 
catalyst in hydrof luorination reactions of chlorinated 
20 or brominated hydrocarbons. However, no information is 
given with regard to the purity of the catalyst 
obtained according to the preparation processes 
disclosed in the patent. 

Patent Application WO 92/19576 discloses the 
2 5 use of chromium oxide as hydrof luorination catalyst in 
the presence of hydrogen fluoride and its preparation 
by thermal decomposition of ammonium dichromate. The 
presence of traces of alkali metals and more 
particularly of potassium is very harmful to the 
30 activity of this catalyst. 

It transpires that the activity of chromium 
oxide as hydrof luorination catalyst can vary in 
particular as a function of its preparation process, of 
its specific surface area, of its state of 
35 crystallinity, of the oxidation state of the chromium 
or of its amorphous nature without, however, a coherent 
explanation with regard to its activity being provided. 

The Applicant Company has found that the 
catalytic activity of a catalyst based on chromium 



- 2 - 

oxide is highly dependent on the amount of ammonium 
salts present in the catalyst. More particularly, the 
Applicant Company has found that the catalytic activity 
of such a catalyst is inversely proportional to the 
5 amount of ammonium salts present as impurity in the 
catalyst . 

One object of the present invention is 
consequently to provide a hydrof luorinat ion catalyst 
based on chromium oxide which is poor in ammonium 
10 salts. 

The ammonium salts present in the catalyst can 
exist in particular in the form of an ammonium halide, 
such as ammonium chloride or ammonium fluoride, or in 
the form of another inorganic or organic acid salt, 
15 such as ammonium nitrate, ammonium chromate, ammonium 
bichromate or ammonium acetate. 

The catalysts according to the invention 
typically include less than 1% of ammonium salts. They 
preferably exhibit a content of ammonium salts of less 

2 0 than or equal to 0.5% by weight. The content of 

ammonium ions in the catalyst is preferably less than 
or equal to 0.2% by weight. Excellent results are 
obtained with a catalyst for which the content of 
ammonium ions is less than or equal to 0.1% by weight. 
25 Particularly advantageous results are obtained with a 
catalyst for which the content of ammonium ions is less 
than or equal to 0.05% by weight. 

By convention, in the present description, the 
values mentioned for the content of ammonium salts in 

3 0 the catalyst according to the invention relate to the 

content of NH4'^ ions with respect to the content of 
chromium in the catalyst, expressed in the form of 
CrsOa . 

The chromium oxide used in the catalyst 
35 according to the present invention can exhibit a 
variable specific surface area greater than or equal to 
2 0 m^/g and less than or equal to 50 0 m^/g, determined 
according to the BET (Brunauer Emmet Teller) method. 
Generally, the pore volume of the catalyst, determined 



according to the nitrogen adsorption method, is greater 
than or equal to 0.05 cm^/g and less than or equal to 
1 cm^/g. The catalyst can be entirely amorphous or 
entirely crystalline, just as it can be partially 
5 amorphous and partially crystalline. The chromium oxide 
in the catalyst according to the invention is generally 
essentially in the III oxidation state but the catalyst 
can also comprise variable amounts of chromium in an 
oxidation state of greater than III, such as, for 

10 example, chromium { VI) . 

Typically, it can be synthesized according to 
one of the processes known to a person skilled in the 
art and more particularly either by reduction of 
chromium (VI) oxide (CrOs) by an alcohol, such as 

15 ethanol, or by dehydration at high temperature of a 
chromium ( I ir) hydroxide gel or by pyrolysis of ammonium 
dichromate. In the latter case, the chromium oxide 
obtained during the high-temperature (generally greater 
than 500 °C) pyrolysis stage is generally cooled under a 

20 stream of air and washed several times until there are 
no more signs of ammonium ions in the washing solution. 

In the catalyst according to the present 
invention, the chromium oxide can be used either as 
such, in the bulk form, or it can be deposited on a 

2 5 support, such as active charcoal, graphite, alumina, 
fluorinated alumina, magnesium oxide, and the like. The 
catalyst according to the invention is preferably 
composed of chromium oxide in the bulk form. 

It can additionally comprise other metals or 

30 salts of other metals and their mixtures as 
cocatalysts. Mention may be made, among metals or metal 
salts which can generally be used, of, for example, 
cobalt, titanium, manganese, tin, antimony, nickel or 
zinc and their salts and their oxides. The metal 

35 derivatives can be incorporated in the chromium 
catalyst according to various processes, such as 
impregnation of the chromium oxide by a metal compound, 
by coprecipitation of precursors or by mixing and 
milling solid metal compounds. 



It is generally advantageous to calcine the 
catalyst before use. Conventionally, this calcination 
is carried out under a stream of inert gas at a 
temperature greater than or equal to 20 0°C and less 
5 than or equal to 600°C. Advantageously, the calcination 
temperature is greater than or equal to 250 °C and less 
than or equal to 450°C. The inert gas is generally 
chosen from nitrogen or rare gases, such as helium, 
argon or neon. For economic reasons, nitrogen is 

10 preferred. The calcination time is usually between 
2 hours and 20 hours. The calcination time is 
advantageously greater than or equal to 4 hours and 
less than or equal to 16 hours. The calcination time is 
preferably greater than or equal to 6 hours and less 

15 than or equal to 14 hours. 

The catalyst is generally pretreated with 
hydrogen fluoride before being employed in a hydro- 
fluorination reaction. It is believed that this 
pre treatment converts the chromium oxide which is found 

20 at the surface to chromium oxyfluoride. This 
pretreatment is generally carried out in a reactor, 
usually that which is used for the hydrof luorination 
reactions according to the invention, by passing 
hydrogen fluoride over the calcined and dried chromium 

2 5 oxide, so as to saturate the chromium oxide with 

hydrogen fluoride. This pretreatment usually takes 
place over a period of time ranging from 15 to 
300 minutes at a temperature generally of between 200 
and 700 °C. This pretreatment is often useful but is not 
30 essential for the satisfactory operation of the process 
according to the present invention. 

Whatever the method of preparation of the 
chromium oxide, it is particularly advantageous for the 
pretreatment with hydrogen fluoride to be carried out 

3 5 on a catalyst based on chromium oxide which is poor or 

which has been depleted beforehand in ammonium salts. 

Another subject-matter of the present invention 
is a method for the preparation of a catalyst based on 
chromium oxide which is poor in ammonium salts. 



typically either by calcination of an appropriate 

chromium compound at a temperature of 300 to 500°C, 

preferably while flushing with an inert gas, such as 

nitrogen, or by washing the crude chromium oxide with 
5 water, optionally followed by a stage of processing the 

chromium oxide with other constituents of the catalyst, 

by calcination and by treatment with hydrogen fluoride. 

Another object of the present invention is to 

provide a process for the hydrof luorination of 
10 halogenated hydrocarbons by the action of hydrogen 

fluoride on a halogenated hydrocarbon in the presence 

of such a catalyst . 

The term "hydrof luorination" is understood to 

mean the addition reaction of hydrogen fluoride to a 
15 carbon-carbon double bond and the substitution reaction 

of a halogen atom, generally chlorine or bromine, by a 

fluorine atom on a saturated substrate . 

In the context of the present invention, the 

hydrof luorination reactions take place under the 
20 catalytic action of the catalyst based on chromium 

oxide, introduced as such into the reaction mixture or 

fluorinated beforehand by reaction with hydrogen 

fluoride . 

The halogenated hydrocarbon used in the process 
25 according to the invention can be an aliphatic alkane 
corresponding to the general formula CwHxXyFz (I) , in 
which w is an integer between 1 and 6, x is an integer 
between 0 and (2w +1) , y is an integer between 1 and 
(2w +1) , z is an integer between 0 and (2w +1) , the sum 
3 0 (x + y + z) has the value (2w +2) and X represents 
chlorine or bromine. Advantageously, the halogenated 
hydrocarbon used in the process according to the 
invention is an aliphatic alkane corresponding to the 
formula (I) in which w is an integer between 1 and 4 
3 5 and x is an integer between 1 and 2w. 

Mention may be made, as non- limiting examples 
of halogenated alkanes used in the process according to 
the invention, of dichloromethane , chlorof luoromethane , 
chlorodif luoromethane, 1 -chloro- 1 - f luoroethane , 1,1-di- 



chloro-l-f luoroethane, 1-chloro-l , 1-dif luoroethane, 

chlorotetraf luoroethane isomers, dichlorotrif luoro- 
ethane isomers, trichlorodif luoroethane isomers, 
tetrachlorof luoroethane isomers, pentachloroethane or 
5 compounds of general formulae C3H3CI (b-z) and 
C4H5CI (8-2)Fz with z representing an integer which can 
take the values from 1 to 4 . 

The halogenated hydrocarbon used in the process 
according to the invention can also be an aliphatic 

10 alkene corresponding to the general formula 
CwHxXyFz (I) , in which w is an integer between 1 and 6, 
X is an integer between 0 and (2w - 1) , y is an integer 
between 1 and (2w - 1) , z is an integer between 0 and 
(2w - 1) , the sum (x + y + z) has the value 2w and X 

15 represents chlorine or bromine. The halogenated hydro- 
carbon used in the process according to the invention 
can also advantageously be an aliphatic alkene 
corresponding to the formula (I) in which w is an 
integer between 1 and 4 , 

20 Mention may be made, as non-limiting examples 

of halogenated alkenes used in the process according to 
the invention, of 1 , 1 -dichloroethylene , trichloro- 
ethylene, perchloroethylene , vinyl chloride, 3,3,3-tri- 
chloroprop-l-ene, 1 , 1 , 3-trichloroprop-l-ene, 1,1,3,3- 

25 tetrachlorobut-l-ene, 1 , 1 , 1 , 3 -tetrachlorobut-2-ene, 

1,1,1, 3-tetrachlorobut-3 -ene, 1,1,4,4, 4 -pentachlorobut- 

1- ene, 1 , 1 , 1 , 3 -tetrachloroprop-2 -ene , 1 , 1 , 3 , 3 -tetra- 
chloroprop-l-ene, 1,1,3, 3-tetrachloro-2-methylprop- 

2- ene, 1,1,1, 3 - tetrachloro-2 -methylprop-2 -ene , 
30 1 , 1 , 1 , 3 , 3 -pentachloroprop-2 -ene , 3 -chloro-1 , 1 , 1- tri- 

f luoroprop-2 -ene and the mixtures of these compounds. 

An aim of the invention is thus to produce, 
starting from saturated or unsaturated halogenated 
hydrocarbons, fluorinated or chlorof luorinated alkanes 
35 which comprise more fluorine atoms and fewer chlorine 
atoms than the reactants used. The invention is 
targeted in particular at the synthesis of fluorinated 
hydrocarbons, such as in particular dif luoromethane , 
pent af luoroethane , 1 , 1 , 1 , 2 -tetraf luoroethane , 1,1,1- 



trif luoroethane, 1 , 1-dif luoroethane, 2 , 2 -dichloro- 
1,1, 1- trif luoroethane, 1,1, 1-trif luoro-2-chloroethane, 
1,1,1,3, 3-pentaf luoropropane, 1,1,1,3, 3 -pent af lucre - 

butane, 1 , 1 , 1 , 3 , 3 , 3 -hexaf luorobutane, 1 , 1 , 1 , 3 , 3 -penta- 
f luoro-2 -methylpropane and 1, 1 , 1, 3 , 3 , 3-hexaf luoro- 
propane. A more particular aim of the invention is the 
preparation of fluorinated alkanes not comprising a 
chlorine atom under the catalytic action of a chromium 
oxide which is poor in ammonium salts. 

A more particular aim of the invention is to 
produce, under the action of the catalyst according to 
the invention, pentaf luoroethane by hydrof luorination 
of perchloroethylene, dif luoromethane by hydro- 
f luorination of dichloromethane , 1 , 1 , 1 , 2 - tetra- 
f luoroethane by hydrof luorination of 2-chloro- 
1 , 1 , 1-trif luoroethane and 2 -chloro- 1 , 1 , 1 -trif luoro- 
ethane by hydrof luorination of trichloroethylene . 

The hydrof luorination reaction can be carried 
out in the gas phase or in the condensed phase . The gas 
phase is preferred. 

The process according to the present invention 
is generally carried out continuously. 

The molar ratio of the hydrogen fluoride to the 
halogenated hydrocarbon employed is usually greater 
than or equal to 1 and less than or equal to 100. This 
molar ratio is advantageously greater than or equal to 
3 and less than or equal to 50. This molar ratio is 
preferably greater than or equal to 4 and less than or 
equal to 20. 

The reaction pressure is not critical. A 
pressure of between 1 and 10 bar is usually highly 
suitable . 

The reaction temperature is generally between 
ambient temperature and 600°C. The reaction temperature 
is advantageously greater than or equal to 100°C and 
less than or equal to 500 °C. The reaction temperature 
is preferably greater than or equal to 200°C and less 
than or equal to 450 °C. 



Generally, the higher the reaction temperature, 
the greater the HF/halogenated hydrocarbon molar ratio 
and the longer the contact time, the higher the degree 
of conversion of the reactants to fluorinated hydro- 
carbons and the greater the degree of hydro - 
f luorination. The parameters mentioned above can be 
adjusted so as to obtain the desired product with high 
selectivity, a high degree of conversion and a high 
yield . 

The unconverted reactants and the intermediate 
compounds can advantageously be recycled in the hydro- 
fluorination reactor to increase the productivity with 
respect to the desired fluorinated product . 

The process according to the invention can be 
carried out in any type of reactor or apparatus which 
is resistant to pressure, to hydrogen fluoride and to 
hydrogen chloride and, in the case of a continuous 
process, which makes it possible to continually 
maintain a substantially stable composition of the 
reaction mixture. The process according to the 
invention is generally carried out continuously in a 
gas phase reactor equipped with a device for 
introducing the reactants, in the liquid or gas phase, 
and for withdrawing a gas stream, for example in a 
tubular reactor filled with a stationary catalyst bed. 

The optimum residence time, expressed as the 
ratio of the total throughput of the reactants (at 
reaction temperature and pressure) to the free volume 
of the reactor, can generally vary from 5 seconds to 
10 minutes. 

The examples below illustrate the invention 
without implied limitation. In these examples, the 
degree of conversion of the halogenated hydrocarbon is 
the ratio of the amount employed, decreased by the 
amount unconverted, to the amount employed, multiplied 
by 100; the selectivity for fluorinated or chloro- 
fluorinated alkane is the ratio of the amount of 
fluorinated or chlorof luorinated alkane formed to the 
amount which would have been formed if all the 



halogenated hydrocarbon converted had generated 
fluorinated or chlorof luorinated alkane; the overall 
selectivity is the sum of the selectivit ies of all the 
intermediates which can be _ recovered as the desired 
5 fluorinated or chlorof luorinated alkane; the yield of 
fluorinated or chlorof luorinated alkane is the product 
of the degree of conversion by the selectivity for this 
fluorinated or chlorof luorinated alkane. 

10 Examples 1-10 

2 0 cm^ of bulk chromium oxide including a 
variable content of NH4'^ and a hydrogen 
f luoride/perchloroethylene (PER) mixture in a molar 
ratio of 10 mol/mol were introduced into a cylindrical 

15 autoclave with an internal diameter of 15 mm. The 
reaction pressure was maintained at 1 bar and the 
temperature at 350 °C. The residence time was 
12.5 seconds. The main product obtained is 1,1,1,2,2- 
pentaf luoroethane (HFC- 125) . 

20 The results are collated in Table I below. 



Table I 



Test No. 


[mm (%) 


Degree of 
conversion of 
the PER (%) 


Yield of 
HFC-125 (mol%) 


Overall 

selectivity 

(mol%) 


1 


0 .27 


43 


12 


73 


2 


0.17 


63 


30 


79 


3 


0 .11 


69 


34 


81 


4 


0 . 07 


85 


47 


80 


5 


0.05 


96 


58 


81 


6 


0 .001 


95 


58 


85 


7 


0 .001 


96 


59 


85 


8 


0.001 


97 


60 


84 


9 (C) 


6.5 


7 


0.2 


85 



25 (C) indicates a comparative example, not in accordance 
with the invention. 
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CLAIMS 



1. Hydrof luorination catalyst based on chromium 

oxide which is poor in ammonium salts - 
5 2. Catalyst according to Claim 1, comprising less 

than 1% by weight of ammonium salts, expressed in the 
form of NH4'*", with respect to the content of chromium in 
the catalyst, expressed in the form of Cr203 . 

3 . Catalyst according to Claim 2 , in which the 
10 content of ammonium salts is less than or equal to 0.2% 

by weight of ammonium salts. 

4. Process for the hydrof luorination of a 
halogenated hydrocarbon by reaction with hydrogen 
fluoride in the presence of a catalyst according to 

15 either one of Claims 2 and 3. 

5. Process according to Claim 4, in which the 
halogenated hydrocarbon is an aliphatic alkane 
corresponding to the general formula CwHxXyFz (I) , in 
which w is an integer between 1 and 6, x is an integer 

2 0 between 0 and (2w + 1) , y is an integer between 1 and 

(2w + 1) , z is an integer between 0 and (2w + 1) , the 
sum {x + y + z) has the value (2w + 2) and X represents 
chlorine or bromine. 

6. Process according to Claim 4, in which the 
25 halogenated hydrocarbon is an aliphatic alkene 

corresponding to the general formula CwHxXyFj (I) , in 
which w is an integer between 1 and 6, x is an integer 
between 0 and (2w - 1) , y is an integer between 1 and 
(2w - 1) , z is an integer between 0 and (2w - 1) , the 

3 0 sum (x + y + z) has the value 2w and X represents 

chlorine or bromine . 

7. Process according to any one of Claims 4 to 6, 
in which the reaction of the halogenated hydrocarbon 
with the hydrogen fluoride takes place in the gas 

3 5 phase. 

8 . Process according to any one of Claims 4 to 7 
for the synthesis of pentaf luoroethane by reaction 
between hydrogen fluoride and a compound chosen from 
perchloroethylene, f luorotetrachlorethane, difluoro- 



- 11 - 

trichloroethane, trif luorodichloroethane and chloro- 
tetraf luoroethane . 

9. Process according to any one of Claims 4 to 7 
for the synthesis of dif luoromethane by reaction 

5 between hydrogen fluoride and dichloromethane . 

10. Process according to any one of Claims 4 to 7 
for the synthesis of 1 , 1 , 1 , 2 -tetraf luoroethane by 
reaction between hydrogen fluoride and a compound 
chosen from trichloroethylene and 2-chloro- 

10 1, 1, 1- trif luoroethane. 
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